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of ink on to copper printing or lithograph plates,
because, owing to the care which must be exercised
in regard to the plates, no heavy pressure should be
used, as in the case of ordinary letter type or wood-
cuts.
The production of glycerine glue for printing
rollers takes place in exactly the same manner as was
described for the preparation of glycerine gelatine,
naturally, less care is necessary in this case than
would be necessary for that delicate preparation. If
the sample taken from the roller mass, after being
boiled for some time, seems too firm, the defect
can be remedied by the addition of glycerine ; if it
is too soft it can be steamed, or a certain quantity
of glue can be added which must have been soaked
sufficiently" for it to soften. Then the whole mass
must boil again for a time in order to bring the
freshly added glue into solution.
The moulding of the glue mass for printing
rollers is accomplished in a simple manner, and to
this end a simple device is used which consists of a
turned cylinder perfectly smooth inside which along
its length can be divided into two halves. The
cylinder is closed with a raised bottom and at the.
top by means of a ring supporting a cross-piece.
In the bottom there is a square opening, and also the
cross-piece of the ring fitted at the top has a similar
opening. Through these openings a four-sided rod
of wood is pushed which is fitted at both ends with,
round turned handles. After the roller mould lias
been arranged in this manner and placed in a vertical